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(54) Method of preparing cross-linked biomaterial compositions for use in tissue augmentation 



(57) The present invention discloses a novel method 
for preparing crosslinked biomaterial compositions for 
use in the augmentation of soft or hard tissue. In general, 
the method comprises mixing a biocompatible polymer, 
which is preferably collagen, with a sterile, dry crosslink- 
ing agent, which is preferably a synthetic hydrophilic pol- 
ymer such as a functionally activated polyethylene 
glycol. Also provided are prefen-ed processes for prepar- 



ing sterile, dry crosslinking agents contained within 
syringes for use in the method of the invention. Methods 
for sterilization of the crosslinking agent include, but are 
not limited to, sterile filtration, aseptic processing, and e- 
beam or gamma irradiation. Methods for providing aug- 
mentation of soft or hard tissue using crosslinked bioma- 
terial compositions prepared according to the method of 
the invention are also disclosed. 



o 
o 

o 
u. 




tip 



tip + 1 



tip ^2 tip H 3 tip + 4 
Position 



tip + 5 



EP0 697 218 A2 

Description 




FIELD OF THE INVE^n^iON 



In general, this invention relates to a method of preparing crosslinked bionnaterial conrposrtions. which preferably 
comprise collagen or other biocompatible polymer crosslinked using a synthetic hydrophilic polymer, for use in tissue 
augmentation ard in the production of formed inrplants for various medical i^es. The invention also provides an article 
of manufacture conrprising a syringe containing a sterile, dry, crosslinking agent and processes for preparing sterile, dry 
crosslinking agents contained within syringes for use in the methods of the present invention. 



BACKGROUND OF THE INVENTION 

US. Patent No. 5,162.430, issued November 10. 1992 to Rhee et al., and commonly owned by the assignee of the 
present application, discloses collagen-synthetic polymer conjugates and methods of covalently binding collagen to 
syntiietic hydrophilic polymers. Commonly owned U.S. Patent No. 5.292,802, issued March 8, 1994. discloses methods 
for making tubes comprising collagen-syntiietic polymer conjugates. Commonly owned U.S. Patent No. 5.306.500. 
issued April 26. 1994, discloses methods of augmenting tissue with collagen-synthetic polymer conjugates. 

Commonly owned U.S. Patent No. 5,328.955. issued July 12,1 994, discloses various activated forms of polyethylene 
glycol and various linkages which can be used to produce collagen-synthetic polymer conjugates having a range of 
physical and chemical properties. Commonly owned, copending U.S. application serial No. 07/984,933, filed December 
2. 1992. discloses methods for coating implants with collagen-synthetic polymer conjugates. 

Commonly owned, copending U.S. application serial No. 08/146,843, filed November 3. 1993. discloses conjugates 
comprising various species of glycosamlnoglycan covalentiy bound to synthetic hydrophilic polymers, which are option- 
ally bound to collagen as well. Commonly owned, copending U.S. application serial No. 08/147,227. filed November 3. 
1993, discloses collagen-polymer conjugates comprising chemically modified collagens such as, for example, succi- 
nylated collagen or metiiylated collagen, covalentiy bound to synthetic hydrophilic polymers to produce optically clear 
materials for use in ophthalmic or other medical applications. 

Commonly owned U.S. application serial No. 08/236.769. filed May 2. 1994. discloses collagen-synthetic polymer 
matrices prepared using a multiple step reaction. 

All publications cited above and herein are incorporated herein by reference to describe and disclose the subject 
matter for which it is cited. 

In our earlier issued patents and applications described above, we disclosed biomaterial compositions connprising 
collagen or other biocompatible polymers crosslinked using synthetic hydrophilic polymers. These aosslinked compo- 
sitions were generally prepared by mixing aqueous suspensions of collagen or biocompatible polymers with aqueous 
solutions of synthetic hydrophilic polymers. The resulting crosslinked biomaterial compositions could be used in a variety 
of medical applications, such as soft tissue augmentation and the preparation of biocompatible inplantable devices. 

Unfortunately, there was a major drawback to the metiiod of preparing crosslinked biomaterial conrtpositions 
described above: synthetic hydrophilic polymers, such as functionally activated polyethylene glycols, are highly reactive 
witin water, as well as with collagen and other polymers having corresponding reactive groups such as, for example (and 
not by way of limitation), available amino groups. The longer the synthetic hydrophilic polymer is exposed to water (or 
water-based carriers), tfie more of its activity is lost due to hydrolysis, resulting in partial to complete loss of crosslinking 
abilrty. Therefore, in order to avoid significant loss of crosslinking activity due to hydrolysis, the synthetic hydrophilic 
polymer must be thoroughly mixed with an aqueous carrier to prepare a homogeneous, aqueous crosslinker solution 
immediatelv prior to being mixed with an aqueous suspension of collagen (or other suitable biocompatible polymer) to 
prepare a crossinked bionnaterial composition. Unfortunately, a certain amount of activity could still be expected to be 
lost, despite the speed of the operator preparing the composition. 

While the above method for preparing crosslinked biomaterials compositions had its drawbacks with respect to 
preparing formed inplants. it represented an even greater hurdle in the development of a viable commercial product for 
use in tissue augmentation. For example, the synthetic hydrophilic polymer could not be stored in an aqueous state 
becai^e it would hydrdyze. nor could it be stored mixed virith the collagen because tiie two components would react 
and form a non-extrudable gel witiiin the syringe. Therefore, the synthetic hydrophilic polymer needed to be provided to 
a physician in dry form, then dissolved in an aqueous carrier immediately prior to mixing with the collagen suspension. 
The contemplated method required a number of preparatory steps that needed to be performed in rapid succession by 
the physician in order to provide successful tissue augmentation. In other words, the suggested process was cumber- 
some and certainly not "user friendly". 

In the contemplated method, the physician wouki be provided with a syringe containing an appropriate amount of 
an aqueous carrier solution, such as phosphate-buffered saline (PBS), a vial containing an appropriate amount of a dry 
crosslinking agent, such as a synthetic hydrophilic polymer, ard a rdatively large-gauge needle, such as a 20-gauge 
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would need to perform the following steps: 1) unwrap the package containing the needle: 2) remove the cap from the 
syringe containing the aqueous carrier; 3) attach the needle to the syringe; 4) dispense the aqueous carrier by means 
of the needle into the vial containing the dry crosslinking agent; 5) vortex or otherwise adequately mix the crosslinking 
agent with the aqueous carrier within the vial to produce an aqueous crosslinker solution (which has already started to 
hydrolyze in the presence of water); 6) withdraw the aossJinker solution into the syringe; and 7) remove the needle from 
the syringe in preparation for mixing the crosslinker solution with the collagen (or other biomaterial). All of these prepar- 
atory steps would need to be performed within minutes of mixing the crosslinker solution with the collagen and injecting 
the patient in order to minimize loss of crosslinker activity. 



SUMMARY OF THE INVENTION 

In situ crosslinking of biocompatible polymers and aosslinking agents requires that the crosslinking agent and bio- 
compatible polymer be uniformly mixed for formation of a strong, cohesive implant following injection. At the time the 
method described above was developed, it was not contemplated that it would be possible to obtain adequate mixing 
of crosslinking agents in dry form with a biocompatible polymer to achieve an evenly crosslinked inplant. However, we 
have since discovered methods of mixing dry crosslinking agents with aqueous suspensions of collagen which result in 
the production of strong, evenly crosslinked implants. In fact, our experiments indicate that uniform mixing is achievable 
when aqueous suspensions of collagen are mixed witii either dry crosslinking agents or with aqueous solutions of 
crosslinking agents. Uniform mixing results in crosslinked gels having good mechanical strength and low spatial variability 
in mechanical strength. Non-uniform mixing can lead to local regions of low crosslinker concentration within the gel, 
resulting in lower average get strengtiis and greater variability in mechanical strength spatially across the gel. 

Our experiments indicate that, surprisingly, crosslinked gels produced using dry crosslinking agents may have 
greater average strength, and less spatial variability in strength, than gels produced using aqueous solutions of crosslink- 
ing agents. We have attributed this unexpected result to the possibility that, because dry crosslinking agents must be 
solubilized prior to reacting with collagen, they may be expected to react more slowly with collagen than would aqueous 
crosslinking agents. Dry crosslinking agents must first be solubilized prior to reacting with collagen, allowing additional 
time before the initiation of gel network formation, during which time the crosslinking agent can be more homogeneously 
mixed with the collagen. The faster reaction times of aqueous crosslinking agents may lead to weaker gels because tiie 
crosslinked gel may fracture if mixing is still in progress while gel network formation is occurring. 

An additional benefit exists for dry crosslinking agents which are hydrolytically unstable. When dry crosslinking 
agents are mixed witii aqueous suspensions of collagen (or other biocompatible polymer), the reactive sites of tiie 
crosslinking agent are in contact with water for a shorter period of time before they can react with the collagen, which 
may result in greater crosslinking efficiency (crosslinking density) because the rate of aminolysis for crosslinking agents 
such as synthetic hydrophilic polymers is always faster than their rate of hydrolysis (e.^., for a synthetic hydrophilic 
polymer such as difunctionally activated SG-PEG, the rate of aminolysis is at least ten times greater than the rate of 
hydrolysis). 

The optimization of techniques for mixing biocompatible polymers and dry crosslinking agents led to the development 
of a method for providing tissue augmentation having a reduced number of steps compared to the previously contem- 
plated method. The present invention provides a method for preparing crosslinked biomaterial conpositions comprising: 
providing a means for delivering a biocompatible polymer and a means for delivering a sterile, dry crosslinking agent; 
mixing the biocompatible polymer with the dry crosslinking agent to initiate crosslinking between the biocompatible 
polymer and the crosslinking agent; and delivering the biocorrpatible polymer and the crosslinking agent to a mold 
having the desired size and shape. The present invention also provides a metiiod for effecting tissue augmentation that 
consists of a minimum number of steps and is therefore very "user friendly" to the physician. Said method comprises 
the steps of: providing a means for delivering a biocompatible polymer and a means for delivering a sterile, dry crosslink- 
ing agent; mixing the biocompatible polymer with the dry crosslinking agent to initiate crosslinking between the biocom- 
patible polymer and tiie crosslinking agent; and delivering the biocompatible polymer and the crosslinking agent to the 
tissue site in need of augmentetion. 

Because the crosslinked biomaterial compositions prepared using the metiiod of tiie invention are d^ned to be 
injected othenvise implanted into a human body, it is necessary tiiat the dry crosslinking agents be provided in a sterile 
form, and that they retain their sterility over long-term storage. We therefore developed several processes for preparing 
dry, sterile crosslinking agents contained within syringes. 

One such process conprises dissolving a dry crosslinking agent in a fluid carrier to produce a crosslinker solution, 
sterile-filtering the crosslinker solution, dispensing the sterile crosslinker solution into a syringe, followed by lyophilizing 
the sterile crosslinker solution within the syringe under aseptic conditions. A similar process conprises dissolving a dry 
crosslinking agent in a fluid carrier to produce a crosslinker solution, dispensing the crosslinker solution into a syringe, 
lyophilizing the crosslinker solution witiiin the syririge. then sta'ilizing the resulting dry crosslinking agent within tiie 
syringe using irradiation. 
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Yet another process involves dissolving a dry crosslinking agent in a nonaqueous carrier to produce a nonaqueous 
crossiinker solution, sterile-filtering the aosslinker solution, dispensing the sterile aosslinker sdution into a syringe, and 
then drying the sterile crosslinking agent within the syringe by evaporation under aseptic conditions. A amilar process 
conprises dissolving a dry aosslinking agent in a nonaqueous carrier to produce a nonaqueous crossiinker solution, 
dispensing the crossiinker solution into a syringe, drying the crossiinker solution within the syringe by evaporation, then 
sterilizing the dry crosslinking agent within the syringe by irradiation. 

An alternative process comprises dispensing a dry crosslinking agent into a syringe, then sterilizing the dry aosslink- 
ing agent within the syringe using irradiation. A particularly preferred embodiment of the aforementioned process com- 
prises molding a dry crosslinking agent to form a pellet and sterilizing the pellet using e-beam irradiation 

Sterile, dry crosslinking agents prepared as described above can be stored for long periods of time within a syringe 
(or other delivery means) while maintaining their activity {i.e., reactivity with biocompatible polymers) as well as their 
sterility. 

We now disclose a detailed description of preferred embodiments of the present invention, including improved meth- 
ods for preparing crosslinked biomaterial conpositions and for effecting tissue augmentation using crosslinked bioma- 
terial compositions, as well as methods for providing sterile, dry crosslinking agents contained within syringes. 



BRIEF DESCRIPTION OF THE DRAWINGS 



Rgure 1 shows the results of mechanical compression testing for crosslinked collagen-gels having a 35 mg/ml 
collagen concentration and a 5 mg/ml concentration of difunctionally activated SG-PEG (DSG-PEG) powder, which were 
prepared by mixing the collagen and dry DSG-PEG back and fbrtii between two syringes, each having a barrel volume 
of 3 cc, for a total of 40 passes between tiie two syringes (3:3P40). The gels were allowed to cure for 6 hours at 37'*C. 
then sectioned into 4-mm thick disks for mechanical testing. Samples were compressed to failure in the Instron Universal 
Tester, Model 4202, at a constant rate of 2 millimeters per minute. Force (in Newtons) required to cause failure of the 
gel is graphed against position of the sample from the syringe tip. 



DEFINITIONS 



It must be noted that, as used in this specification and tiie appended claims, the singular forms "a", "an", and "the" 
include plural referents unless the context clearly dictates otherwise. For example, reference to "a conjugate" includes 
one or more conjugate molecules, reference to "an article" includes one or more different types of articles known to 
those skilled in the art and reference to "the collagen" includes mixtures of different types of collagens and so forth. 

Specific terminology of particular importance to the description of the present invention is defined below: 
The term "aqueous carrier" refers to a water-based fluid carrier, such as water-for-injection (WFI) or a solution of 
phosphate-buffered saline (PBS). 

The term "atelopeptide collagen" refers to collagens which have been chemically treated or otiienvise processed 
to remove the telopeptide regions, which are known to be responsible for causing an immune response in humans to 
collagens from other animal, such as bovine, sources. 

The terms "chemically conjugated" and "conjugated" as used herein mean attached tiirough a covalent chemical 
bond. In the practice of the invention, a hydrophilic syntiietic polymer and a biocompatible polymer molecule may be 
covalerrtly conjugated directiy to each other by means of a functional group on the synthetic hydrophilic polymer, or the 
bioconpatible polymer and the synthetic polymer may be covalentiy conjugated using a linking radical, so that the 
hydrophilic synthetic polymer and the biocompatible polymer are each bound to the radical, but not directiy to each other. 

The term "collagen" as used herein refers to all types and forms of collagen, including those which have been 
recombinantly produced, extracted from naturally occurring sources (such as bovine corlum or human placenta), proc- 
essed, or othenvise modified. 

The term "collagen-in-solution" or "CIS" refers to collagen in an acidic solution having a pH of approximately 3 or 
less, such tiiat the collagen is in the nonf brillar form. 

The term "collagen suspension" refers to a suspension of collagen fibers in an aqueoi^ carrier, such as water or 
phosphate-buffered saline (PBS). 

The term "collagen-synthetic polymer" refers to collagen chemically conjugated to a syrrthetic hydrophilic polymer, 
within the meaning of this invention. For example, "PEG-collagen" denotes a composition of the invention wherein mol- 
ecules of collagen are covalentiy conjugated to molecules of polyethylene glycol (PEG). 

"Crosslinked collagen" refers to a collagen composition in which collagen molecules are linked by covalent lK>nds 
witii multifunctionally activated synthetic hydrophilic polymers, such as difunctionally activated polyethylene glycol. 

The term "difunctionally activated" refers to synthetic hydrophilic polymer nrolecul^ which have been chemically 
derivatized so as to have two functional groups capable of reacting with primary amino groups on biocompatible polymer 
molecules, such as collagen or deacetylated glycosamir^lycans. The two functional groups on a difunctionally activated 
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group on a drfunctionally activated synthetic hydrophilic polymer molecule is capable of covalently binding with a bio- 
compatible polymer molecule, thereby effecting crosslinking between the biocompatible polymer molecules. 

The term "dry" means that sut}starTtia!ly all unbound wat^ has been removed from a material. 

The term 'tibriliar collagen" refers to collagens in which the triple helical molecules aggregate to form thick fibers 
5 due to intermolecular charge and hydrophobic interactions. 

The term "fluid carrier" refers to a flowable can-ier which may be either an aqueous or a nonaqueous carrier, as 
specified. 

The term "functionally activated" refers to synthetic hydrophilic polymers which have been diemically derivatized 
so as to have one or more functional group capable of reacting with primary amino groups on bioconpatible polymer 
10 molecules. 

The term "m sitif as used herein means at the site of administration. 

The term "/n situ crosslinking" as used herein refers to crosslinking of a biocompatible polymer implant following 
inplantation to a tissue site on a human or animal subject, wherein at least one functional group on the synthetic polymer 
is covalently conjugated to a biocompatible polymer molecule in the implant, and at least one functional group on the 

15 synthetic polymer is free to covalently bind with other biocompatible polymer molecules within the implant, or with col- 
lagen molecules within the patient's own tissue. 

TTie term "lyophilized" refers to a dry state which has been achieved by freezing a wet substance and evaporating 
the resulting ice. Lyophilization is intertded to preserve wet substances. The product is frozen, then exposed to an atmos- 
phere of low relative humidity in which the ice contained within the product sublimes, i.e., transforms directly from a solid 

20 to a vapor without melting. The necessary low relative humidity is generally achieved by conducting the process under 
a vacuum. 

The term "molecular weight" as used herein refers to the weight average molecular weight of a number of molecules 
in any given sanple, as commonly used in the art. Thus, a sample of PEG 2000 might contain a statistical mixture of 
polymer molecules ranging in weight from, for example, 1500 to 2500. with one molecule differing slightly from the next 

25 over a range. Specification of a range of molecular weight indicates that the average molecular weight may be any value 
between the limits specified, and may include molecules outside those limits. Thus, a molecular weight range of about 
800 to about 20.000 indicates an average molecular weight of at least about 800. ranging up to about 20,000. 

The term "multifunctionally activated" refers to synthetic hydrophilic polymers which have been chemically deriva- 
tized so as to have two or more functional groups which are located at various sites along the polymer chain and are 

30 capable of reacting with primary amino groups on biocompatible polymer molecules. Each functional group on a multi- 
functionally activated synthetic hydrophilic polymer molecule is capable of covalently binding with a biocompatible pol- 
ymer molecule, thereby effecting crosslinking between the biocompatible polymer molecules. Types of multifunctionally 
activated hydrophilic synthetic polymers include difunctionally activated, tetrafunctionally activated, and star-branched 
polymers. 

35 The term "nonaqueous carrier" refers to a fluid carrier which is not water-based, such as acetone or an alcohol such 
as ethanol. 

The term "nonfibriliar collagen" refers to collagens in which the triple helical nnolecules do not aggregate to form 
thick fibers, such that a composition containing nonfibriliar collagen will be optically clear. 

The term "sterile filtration" refers to removal of microbial contaminants from a solution by passing the solution through 
40 a filter having pores of a diameter small enough that microbial contaminants will not pass through the f iKer pores with 
the solution that is being decontaminated. 

The terms "synthetic hydrophilic polymer" or "synthetic polymer" refer to polymers which have been synthetically 
produced and which are hydrophilic, but not necessarily water-soluble. Examples of synthetic hydrophilic polymers which 
can be used in the practice of the present invention are polyethylene glycol (PEG), polyoxyetiiylene. polymethylene 
45 glycol, polyti^lmetiiylene glycols, polyvinylpyrrolidones, polyoxyetiiylene-polyoxypropylene block polymers and copoly- 
mers, and derivatives tiiereof. Naturally occunring polymers such as proteins, starch, cellulose, heparin, hyaluronic acid, 
and derivatives thereof are expressly excluded from tiie scope of this definition. 

The term "syringe" refers to a device which is adapted for the injection of a material to a tissue site, wrhich may be 
soft or hard tissue. 

50 The term "tissue augmentation" as used herein refers to the replacement or repair of defects in the soft or hard 
tissues of a human body, 

Exc^t as otherwise defined above, all technical and scientific terms used herein have the same meaning as com- 
monly understood by one of ordinary skill in the art to which this invention belongs. Although any methods and materials 
similar or equivalent to those described heran may be useful in the practice or testing of the present invention, only the 
55 preferred methods ard materials are described below. It is not intended that the invention be limited to these pref^red 
embodimertts, however. The invention is irrtended to have the scope defined by the attached claims. 
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DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS OF THE INVENTION 



In order to practice the methods of the present invention, it is first necessary to provide a biocompatible polymer, 
such as, for example, collagen or a glycosaminoglycan, and a sterile, dry aosslinking agent, such as a synthetic 
hydrophilic polymer or a cartxxiiimide. 

Collagen, or derivatives thereof, may be used as the biocompatible polymer in the methods of the present invention. 
Lysine residues on collagen nrK}lecules contain prinnary amino groups capable of reacting with synthetic hydrophilic 
polymers; therefore, collagen can be used in its natural, purified state and need not be chemically modified in order to 
form covalently bound conjugates with synthetic hydrophilic polymers. 

Collagen from any source may be used in the practice of tiie invention; for example, collagen may be extracted and 
purified from human or other mammalian source, or may be recombinantly or otherwise produced. Collagen of any type 
may be used, including, but not limited to, types I. II, III, IV, or any combination thereof, although type I is generally 
preferred. Atelopeptide collagen is generally preferred over telopeptide-contalning collagen because of its reduced immu- 
nogenicity. Collagens that have been previously crosslinked by radiation, heat, or other chemical crosslinking agents 
such as glutaraldehyde may be used, but are generally not preferred. The collagen should be in a pharmaceutically pure 
form such that it can be incorporated into a human t)ody without generating any significant immune response. 

Nonfibrillar collagens, including those that have been chemically modified, such as succinylated collagen or meth- 
ylated collagen, may be used in the practice of the invention, but they are not generally preferred. Fibrillar collagens are 
generally preferred for use in soft tissue augmentation because their ability to form thick, robust f 03ers has been dem- 
onstrated to result in greater persistence in wVothan nonfibrillar collagens. Fibrillar collagen prepared by methods known 
in tiie art or commercially available atelopeptide fibrillar collagen compositions, such as Zyderm® I Collagen (35 mg/ml 
collagen concentration) or Zyderm II Collagen (65 mg/ml collagen concentration), are prefen-ed collagens for use in ttie 
methods of the present invention. The collagen concentration of a collagen suspension should generally be within the 
range of about 10 mg/ml to about 1 20 mg/ml, most preferably, in the range of about 30 mg/ml to about 70 mg/ml. The 
collagen concentration of commercially available collagen compositions can be decreased by mixing the collagen com- 
position witii an appropriate amount of sterile water or phosphate buffered saline (PBS), Conversely, to increase tiie 
collagen concentration, tiie collagen composition can be concentrated by centrifugation. tiien adjusted to tiie desired 
collagen concentration by mixing with an appropriate amount of sterile water or PBS. 

Glycosaminoglycans, such as, for example, hyaluronic acid, chondroitin sulfate A, chondroitin sulfate C. dermatan 
sulfate, keratan sulfate, keratosulfate, chrtin. chrtosan, heparin, and derivatives or mixtures thereof, may be used as ttie 
biocompatible polymer in the methods of the present invention. Different types of glycosaminoglycans can be mixed 
together, or mixed with collagen, and used in the practice of the inventnion. Glycosaminoglycans must generally be 
modified, such as by deacetylation or desulfation, in order to provide primary amino groups capable of binding witii 
functional groups on synthetic hydrophilic polymers. Metiiods for chemically modifying glycosaminoglycans in such a 
manner that they are capable of binding witii synthetic hydrophilic polymers are described in commonly owned, copend- 
ing U.S. application serial No. 08/146,843, filed November 3. 1993. In general, glycosaminoglycans can bedeacetylated, 
desulfated. or both, as applicable, by tiie addition of a strong base, such as sodium hydroxide, to tiie glycosaminoglycan. 
TTie deacetyled and/or desulfated glycosaminoglycan is capable of covalently binding witii a functionally activated syn- 
thetic hydrophilic polymer. 

Any biocompatible crosslinking agent that is available in dry form, or can be processed to be in dry form while still 
retaining crosslinking activity, can be used in the device and method of the present invention. However, synthetic 
hydrophilic polymers, such as functionally activated polyethylene glycols, are the preferred crosslinking agents, with 
difunctionally activated polyethylene glycols being most preferred. Various activated forn^ of polyethylene glycol are 
desaibed below. 

Specific Forms of Activated Polyethylene Glycol 

For use in the present invention, molecules of polyethylene glycol are chemically modified in order to provide func- 
tional groups on one or, preferably, two or more sites along the length of the PEG molecule, so that covalent binding can 
occur between the PEG and tiie reactive groups on the biocompatible polymer. Some specific activated forms of PEG 
are shown structurally below, as are generalized reaction products obtained by reacting activated forms of PEG with 
collagen. In Formulas 1 - 7, the term COL represents collagen. The term PEG represents polymers having the repeating 
sti-ucture (OCH2 CH^n, 

The first activated PEG is difunctionally activated PEG sucdnimidyl glutarate. referred to herein as (SG-PEG). The 
structural formula of this molecule an6 the reaction product obtained by reacting it with collagen are shown in Formula 1 . 
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SG-PEG: Difunctionally Activated PEG Succinimidyl Glutarate 




-O Q 
-CO-(CH2)3-OC-0-PEG-0-CO-(CH2)3-CO 




collagen-NH2 



o 



of!ag9n-NH2 



collagen-HN-CO-(CH2)3-OC-0-PEG-0-CO-(CH2)3-CO-NH-collagen 



FORMULA 1 



Another difunctionally activated form of PEG is referred to as PEG succinimidyl (S-PEG). The structural formula 
for this compound and the reaction product obtained by reacting it with collagen is shown in Formula 2. In any general 
structural formula for tiie compound, tine subscript 3 is replaced with an "n". In tiie embodimerrt shown in Formula 1 , n 
= 3, in that tiiere are three repeating CH2 groups on either side of the PEG. The structure in Formula 2 results in a 
conjugate which includes an "ether" linkage which is not subject to hydrolysis. This is distinct from the conjugate shown 
in Formula 1 , wherein an ester linkage is provided. The ester linkage is subject to hydrolysis under physiological corxli- 
tions. 
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S-PEG. n = 3: Difunctionally Activated PEG Sucdnimidyl 




o 

r^N-0-OC-(CH2)3-0-PEG-0-(CH2)3-CO-0-N 



collagen-NH2 



coIlagen-NH2 



collagen-HN-OC-(CH2)3-0-PEG-0-(CH2)3-CO-NH-collagen 



FORMULA 2 



Yet anottier difunctionally activated form of polyethylene glycol, vvrherein n = 2, is shown in Formula 3, as is the 
conjugate formed by reacting the activated PEG with collagen. 
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S-PEG, 0 = 2: Difunctionally Activated PEG Suodnimidyt 




N-0-OC-(CH2)2-0-PEG-0-(CH2)2-CQ-0-N 



collagen-NH2 j collagen-NH2 



(X)llagen-HN-OC"{CH2)2-0-PEG-0-(CH2)2-CJO-NH-<XDllagen 



FORMULAS 



Another preferred embodiment of the invention similar to the compounds of Formulas 2 and 3 Is provided when 
n = 1 . The structural formula arxi resulting collagen-synthetic polymer conjugate are shown in Formula 4. It is noted that 
this conjugate includes both an ether and a peptide linkage. These linkages are stable under physiological conditions. 



# 
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S-PEG, n = 1 : Difunctionally Activated PEG Succinimidyl 




o q 
N-O-OC-CH2-O-PEG-O-CH2-CO-O-N 



o 



colIagen-NH2 



o 



collagen-NH2 



collagen-HN-OC-CH2-0-PEG-0-CH2-CO-NH-coIlagen 



FORMULA 4 



Yet another difunctionally activated form of PEG is provided when n = 0. This compound is referred to as PEG 
succinimidyl carbonate (SC-PEG). The structural formula of this compound and the conjugate formed by reacting SC- 
PEG with collagen is shown in Formula 5. 
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SC-PEG, n = 0: Difunctionally Activated PEG Sucdnimidyl Cartx}nate 




o 



Q Q 
N-O-OC-O-PEG-O-CO-O-N : 




o 



coIIagen-NH2 



collagen-NH2 



coIlagen-HN-OC-O-PEG-O-CO-NH-collagen 



FORMULAS 



All of the activated polyethylene glycol derivatives depicted In Formulas 1 - 5 Involve the inclusion of the sucdn- 
imidyl group. However, different activating groups can be attached at sites along the length of the PEG molecule. For 
example, PEG can be derivatized to form difunctionally activated PEG propion aldehyde (A-PEG). which is shown in 
Formula 6, as is the conjugate formed by the reaction of A-PEG with collagen. The linkage shown in Formula 6 is referred 
to as a -(CH2)n-NH- linkage, where n = 1 - 10. 
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A-PEG: Difunctionally Activated PEG Propion Aldehyde 




OHC-(CH2)2-0-PEG-0-{CH2)2-CHO 



collagen-NH2 



coIlagen-NH2 



collagen-HN-(CH2)3-0-PEG-0-(CH2)3-NH-collagen 



FORMULA 6 



Yet another form of activated polyethylene glycol is difunctionally activated PEG glycidyl ether (E-PEG), which 
shown in Formula 7, as is the conjugate formed by reacting such with collagen. 
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E-PEG: Difunctionally Activated PEG Glycidyl Ether 



5 



10 




collagen-NH2 



collagen-NH2 



15 




20 



25 



30 



FORMULA? 



Many of the activated forms of polyethylene glycol described above are now available commercially from Shear- 
water Polymers. Huntsville. Alabama, and Union Carbide. South Charleston, West Virginia. The various activated forms 
of polyethylene glycol and various linkages which can be used to produce collagen-synthetic polymer conjugates having 
35 a range of physical and chemical properties are described in further detail in commonly owned U.S. Patent No. 5.328,955, 
issued July 12. 1994. 

The concentration of crosslinking agent used in the practice of the invention will vary depending on the type and 
concentration of bioconrpatible polymer used, the type of crosslinking agent used, the molecular weight of the crosslink- 
ing agent, and the degree of crosslinking desired. For example, when reacting a suspension of collagen (which has a 

40 molecular weight of approximately 300,000) having a collagen concentration of approximately 35 mg/ml with a difunc- 
tionally activated SG-PEG having a molecular weight of approximately 3800. the concentration of SG-PEG used is 
generally within the range of about 1 milligram to atx}ut 20 milligranr^ of difunctionally activated SG-PEG (DSG-PEG) 
per milliliter of collagen suspension, representing a molar ratio of between about 2 to about 48 moles of DSG-PEG per 
mole of collagen. When using a suspension of collagen having a collagen concentration of approximately 65 mg/ml. the 

45 concentration of difunctionally activated SG-PEG used is generally within the range of about 2 milligrams to akx)ut 40 
milligrams of SG-PEG per milliliter of collagen suspension. 

Preparation of a Sterile. Dry Crosslinkino Agent Contained Wrthin a Syringe 

50 Various methods can be i^ed to prepare sterile, dry crosslinking agents contained within syringes for use in the 
methods of the present invention. Preferred methods are described below. 

In Method A. a dry crosslinking agent is dissolved in af luid carrier, which may be an aqueous carrier or a nonaqueous 
carrier. Suitat^le nonaqueous carriers include ethanol. methylene chloride, acetone, or chloroform, with ethanol being 
particularly preferred. If an aquemis carrier is used in conjunction with a water-reactive crosslinking agent such as a 

55 functionally activated polyethylene glycol, the carrier shoukJ be maintained at a slightly acidic pH. preferably, between 
about pH 3 and about pH 5. in order to retard hydrolysis of the crosslinking agent After the crosslinking agent has been 
dissolved in the fluid carrier, the resulting crosslinker solution is sterile-filtered through one or more filters having pore 
sizes of 0.22 miaons or smaller to produce a sterile crosslinker solution. The sterile crosslinker solution is thai dispensed 
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as a 0.2 micron hydrophobic polytetraf luoroethylene (PTFE) membrane. The sterile crosslinker is then lyophilized asep- 
tically within the syringe to produce a sterile, dry crosslinking agent. 

In a method similar to Method A, above, a dry crosslinking agent is dissolved in a fluid carrier, which may be an 
aqueous carrier or a nonaqueous can-ier. After the aosslinking agent has been dissolved in the fluid carrier, the resulting 
5 crosslinker solution is then dispensed into syringes, each of which may optionally be fitted writh a sterile barrier cap, and 
lyophilized within the syringe to produce a dry crosslinking agent. The dry aosslinking agent is then sterilized inside the 
syringe using irradiation, which is preferably e-beam or gamma inradation. 

In an alternative method, Method B, a dry crosslinking agent is dissolved in a nonaqueous carrier. The resulting 
nonaqueous crosslinker solution is then sterile-filtered through one or more filters having pore sizes of 0.22 microns to 
10 produce a sterile crosslinker solution. The sterile crosslinker solution is then dispensed into syringes and dried inside 
the syringes by evaporation under vacuum at a temperature in the range of about 10^*0 to about 20''C under aseptic 
conditions. When a nonaqueous canrier is used with a water-reactive crosslinking agent, there is no need to worry about 
loss of crosslinking activity due to hydrolysis. 

In a method similar to Metiiod B, above, a dry crosslinking agent is dissolved in a nonaqueous carrier. The resulting 
15 nonaqueous crosslinker solution is then dispensed into syringes and dried by evaporation under vacuum at a temperature 
in the range of about 1 0**C to about 20°C. The dry crosslinking agent is then sterilized inside the syringes using inradiation. 
which is preferably e-beam or gamma irradiation. 

In yet another method, Method C, a dry crosslinking agent is first dispensed into syringes, tiien sterilized inside the 
syringes using irradiation, preferably e-beam or gamma irradiation. Irradiation of the dry crosslinking agent within the 
20 syringe is preferably performed in the absence of oxygen to minimize oxidation of the crosslinking agent during the 
irradiation process. 

To facilitate dispensing of the crosslinking agent into syringes, the dry aosslinking agent may be compressed into 
a mold to form a pellet. The crosslinking agent may be molded into pellets neat (witiiout additives) or mixed (prior to 
molding) witii a filler material such as a biocompatible dry inert agent in order to increase tiie volume of crosslinking 
25 agent to be dispensed into each syringe. Suitable dry inert agents include unactivated polyethylene glycols, sugars, 
salts, or carbohydrates. Prefen-ed inert agents include glucose and sodium chloride. Dry inert agents are generally ackJed 
to tiie dry crosslinking agent in a ratio of between about 5 to about 50 milligrams of dry inert agent per milligram of 
crosslinking agent and, preferably, between about 20 to aboa\ 30 milligrams of inert agent per milligram of crosslinking 
agent. 

30 In a particularly prefen-ed embodiment of Method C. the dry crosslinking agent is molded to form a pellet and sterilized 
using e-beam irradiation. Preferably, the pellet is dispensed into a syringe prior to irradiation; however, it is possible to 
sterilize the pellet before placing it in tiie syringe. 

We initially had some concern regarding tiie effectiveness of e-beam sterilization, as the e-beam radiation does not 
penetrate as deeply as other types of radiation, such as gamma irradiation. However, our experiments indicate that e- 

35 beam radiation results in sterility levels welt within the range of acceptability for a product intended for incorporation into 
the body of a human patient. The e-beam irradiation is preferably within the range of about 0.5 Mrad to about 4 Mrad; 
most preferably, between about 1 .5 Mrad to about 2.5 Mrad. 

Surprisingly, our experiments have shown that dry aosslinking agents show better retention of crosslinking ability 
when sterilized using e-beam irradiation than when gamma irradiation is used. Pellets sterilized using gamma irradiation 

40 at dosage levels higher tiian about 1 .5 Mrad showed a significant loss of crosslinking activity; a total loss of crosslinking 
activity was seen at 2.5 Mrad using gamma irradiation. Pellets sterilized using e-beam irradiation up to a dosage level 
of 4 Mrad showed no loss of activity in comparison to a non-irradiated control pellet. Depending on the desired end use 
of the dry crosslinking agent, gamma irradiation at higher dosage levels may result in an unacceptable toss of crosslinking 
activity, whereas e-beam irradiation at dosage levels up to at least 4 Mrad appears to have no effect on the activity of 

45 the crosslinking agent and is capable of achieving sterility levels well witiiin the acceptable range for an injectable or 
implantable product. 

Method of Preparing Crosslinked Biomaterial Comoositions 

50 In ader to practice ttie method of the present invention, it is first necessary to provide a means for delivering a 
biocompatible polymer, such as collagen or a glycosaminoglycan derivative, and a means for delivering a sterile, dry 
crosslinking agent, such as a synthetic hydrophilic polymer. Syringes are the presentiy preferred means for delivering 
the bioconnpatibie polymer and the crosslinking agent, although other devices, such as compressed air injectors, may 
be utilized. We have discovered tiiat optimum crosslinking is achieved when the syringe containing the biomaterial or 

55 the syringe containing the dry aosslinking agent (or both syringes) has a contraction ratio {i.e., tine ratio of tfie inner 
diameter of the l>arrel to the inner diameter of the syringe exit orifice) of about 4.0 or greater. Preferred syringes for use 
in the present invention have a barrel volume of at>out 3 cc. a barrel diameter of about 8.5 mm, an exit orifice diameter 
of about 2 mm, and a contraction ratio of about 4,25. To achieve optimum mixing, the preferred volume of biomaterial 
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regions of low crosslink density within an inrtplant which could significantly weaken it, leading to poor persistence. Poor 
mixing could also aeate regions of high local crosslinker concentration within the inplant; the excess crosslinker could 
leach irrto tissues sun^ounding the implant, rather than serving to crosslink the implarrt or to anchor the implant to adjacent 
tissue. 

In a preferred method for preparing crosslinked biomaterial compositions, a syringe containing a biomaterial arxj a 
syringe containing a sterile, dry crosslinking agent are provided. The syringe containing the biomaterial and the syringe 
containing the dry crosslinking agent are then connected by means of a syringe connector. Once the connection between 
the two syringes has been established, the bionnaterial and the dry crosslinking agent are mixed back and forth between 
the syringes. When the biomaterial and crosslinking agent have been adequately mixed, all of the material is transferred 
into one of the two original syringes, or into a third syringe. The material can then be extruded from the syringe orifice 
into molds of the desired size and shape to produce a variety of formed implants, including tubular implants for use as 
vascular grafts or stents, or it can be extruded onto one or more surface of a preformed synthetic implant, such as a 
bone prosthesis or synthetic vascular graft or stent, to provide a crosslinked. nonimmunogenic biomaterial coating on 
the surface of the implant. Alternatively, a needle can be attached to the syringe from which the material can be extruded 
to provide soft tissue augmentation in a patient. 

The material must be extruded from the syringe before conplete crosslinking has occurred between the biocom- 
patible polymer and the crossinking agent. The amount of time required for complete crosslinking to be achieved depends 
on a variety of factors, including the type and concentration of biocompatible polymer used, the type and concentration 
of crosslinking agent used, and the temperature and pH of the nnaterials. For example, when a collagen suspension 
having a collagen concentration of approximately 35 mg/ml and a pH of approximately 7 is reacted with a difunctionally 
activated SG-PEG (DSG-PEG, 3800 MW) at a concentration of about 1 - 20 milligrams DSG-PEG per milliliter of collagen 
suspension, complete crosslinking between the collagen and the DSG-PEG at room terrperature is generally achieved 
within 20 to 30 minutes of the initiation of mixing between the two connponents. The crosslinking reaction will generally 
proceed more slowly if the reaction is performed at a lower temperature and/or lower pH. 

In a preferred method for providing soft tissue augmentation, a physician is provided with a kit conrprising the fol- 
lowing: one 3-cc syringe containing a biocompatible polymer, which is preferably collagen; one 3-cc syringe containing 
a sterile, dry crosslinking agent, which is preferably a synthetic hydrophilic polymer such as a functionally activated 
polyethylene glycol; one enrtpty 1-cc syringe; one syringe connector (such as a three-way stopcock); and one or more 
needles, which are preferably 25-gauge or smaller, more preferably. 27-gauge or smaller and, most preferably, 30-gauge. 
The size of the needles provided will depend on the intended site of application of the crosslinked biomaterial. For 
example, for hard tissue applications or soft tissue applications such as sphincter augmentation, a 25-gauge or smaller 
needle is acceptable. However, for soft tissue applications such as dermal contour correction in the face, a 27-gauge or 
smaller needle is required, with a 30-gauge needle being most preferred. 

The physician connects the syringe containing the biomaterial with the syringe containing the dry crosslinking agent 
by means of the syringe connector. He/she then mixes tiie biomaterial and crosslinking agent back and fortii between 
the syringes, preferably employing at least 20. and, preferably, at least 30, passes of material between the syringes (one 
pass is counted each time tiie volume of material passes through the syringe connector). When tfie biomaterial and 
crosslinking agent have been adequately mixed, the physician transfers all of tiie material into one of the 3-cc syringes, 
detaches the empty 3-cc syringe from the syringe connector, attaches the empty 1-cc syringe to the 3-cc syringe con- 
taining biomaterial and crosslinking agent by means of the syringe connector, then transfers the entire contents of the 
3-cc syringe into the formerly empty 1-cc syringe. He/she tiien attaches one of the needles to the full 1-cc syringe and 
injects the biomaterial and crosslinking agent, which have since initiated crosslinking, to the tissue site in need of aug- 
mentation. Preferably, treatment of the patient is completed witiiin 20 to 30 minutes of mixing the biomaterial and the 
crosslinking agent. 

In a less prefenred embodiment, the biocompatible polymer and the sterile, dry crosslinking agent are contained in 
separate ban-els of a double-ban-eled syringe which has a chamber or compartment housing a means for mixing the 
polymer and the crosslinking agent in advance of the syringe orifice. When the physician exerts pressure on the syringe 
plunger, the biocompatible polymer and dry aosslinking agent are bcAh extruded into the mixing chamber, where mixing 
and some preliminary crosslinking of the biocompatible polymer with the crosslinking agent occur prior to their extrusion 
from the needle to the intended tissue site, where further aosslinking takes place. 

In another, less preferred embodiment, a lyophllized bioconpatible polymer, a sterile, dry crosslinking agent, and a 
biocompatible fluid canrler are all contained in the barrel of one syringe, with the three components being separated one 
from the other by means of sterile bamers. When depressed by the physician, tiie syringe plunger pierces the sterile 
ban-iers, allowing the three components - biocompatible polymer, aosslinking agent, and fluid carrier - to come in contact 
with one another, rehydrate. and mix prior to being delivered from the syringe needle to the tissue site in need of aug- 
mentation. 
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EXAMPLES 

Tlie following examples are put forth so as to provide those of ordinary skill in the art with a conrplete disclosure 
and description of how to make the preferred embodiments of the conjugate, compositions, and devices and are not 
intended to limit tfie scope of what the inventors regard as their invention. Efforts have been made to ensure accuracy 
with respect to numbers used (e.g., amounts, temperature, molecular weight, etc.) but some experimental errors and 
deviation should be accounted for. Unless indicated otherwise, parts are parts by weight, molecular weight Is weight 
average molecular weight, tennperature is in degrees Centigrade, and pressure is at or near atmospheric. 

Example 1 

(Mixing Effiderrcy of Dry and Aqueous Crosslinkers With Collagen Suspensions) 

The following experiment was performed to evaluate the mixing efficiency of difunctionally activated SG-PEG (DSG- 
PEG. 3800 MW) and collagen under several different mixing protocols, as set forth in Table 1 . Variables examined 
included syringe size, number of mixing passes, and whether the DSG-PEG was in aqueous solution (liquid) or dry 
(powder) form. 



Table 1 



Mixing Protocols for Collagen / DSG-PEG Formulations 


DSG-PEG 
Syringe Size (cc) 


Collagen Syringe Size (cc) 


Form of DSG-PEG 


# of Mixing Passes 


Sample Code 


1 


1 


Liquid 


20 


1:1 L20 


1 


1 


Liquid 


40 


1:1 L40 


1 


3 


Liquid 


20 


1:3L20 


1 


3 


Powder 


20 


1 :3P20 


1 


3 


Liquid 


40 


1:3L40 


1 


3 


Powder 


40 


1 :3P40 


3 


3 


Liquid 


20 


3:3L20 


3 


3 


Powder 


20 


3:3P20 


3 


3 


Liquid 


40 


3:3L40 


3 


3 


Powder 


40 


3:3P40 



Syringes having a barrel volume of 1-cc (Part No. 4174, CIMCO Medical Corporation. Costa Mesa. CA) had an 
inner barrel diameter of 5.5 mm. a barrel length of 70 mm. and an orifice inner diameter of 2.5 mm. Syringes having a 
barrel volume of 3-cc (Part No. 309585, Becton Dickinson Corporation. Franklin Lakes, NJ) had an inner barrel diameter 
of 8.5 mm, a barrel length of 60 mm. and an orifice inner diamet^ of 1 .8 mm. 

Samples involving aqueous solutions of DSG-PEG were prepared according to the following procedure: 0.9 gram 
of Zyderm® I Collagen was weighed into a 1 -cc syringe (sample 1 : 1 L20 and 1 : 1 L40) or into a 3-cc syringe (samples 
1:3L20. 1 :3L40 3:3L20, and 3:3L40). Ten (10) milligrams of dry DSG-PEG was weighed into a tared Eppendorf tube. 
Two hundred (200) microliters of 0.02 M phosphate-txiffered saline (PBS. pH = 7.3) was then pipetted into the tube. The 
sample was vortexed for 1 minute, then 1 00 milliliters of the sanple was pipetted into the barrel of a 1 -cc syringe (samples 
1:1 L20, 1:1 L40, 1:3L20, 1:3L40) or a 3-cc syringe (samples 3:3L20 and 3:3L40). The DSG-PEG solution was com- 
pressed to the tip of the syringe using the syringe plunger. Care was taken to expel all trapped air. yet retain all of the 
crosslinker solution. The collagen in its syringe was also compressed to the tip, so as to expel all trapped air, yet retain 
all of the collagen. 

Sannples involving dry DSG-PEG were prepared according to the following procedure: One (1 .0) gram of Zyderm® 
I Collagen was weighed into a 3-cc syringe. Five (5) milligrams of DSG-PEG powder was weighed into either a 1-cc 
syringe (samples 1:3P20) and 1:3P40) or a 3-cc syringe (samples 3:3P20 and 3:3P40). The DSG-PEG powder was 
comprised to the tip of the syringe using its plunger. Care was taken to expel all air from the syringe, yet retain all of 
the SG-PEG powder. The collagen in its syringe was compressed to the tip so as to expel all trapped air, yet retain all 
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All samples were mixed according to the following procedure: A three-way stopcock (Catalog No. K75. Baxter Health- 
care Corporation. PharmaSeal Division. Valencia, CA) was connected to the syringe containing the collagen. The col- 
lagen was extruded tiirough the connector orifice so that there would be no trapped air when the syringe containing the 
DSG-PEG was connected, but also so that no collagen was lost. The syringe containing the DSG-PEG (in solution or 
dry) was connected to the stopcock - collagen syringe assembly. Mixing of the DSG-PEG and the collagen was performed 
by sinple exchange between syringes. One pass was counted each time the volume of the DSG-PEG - collagen mixture 
passed through the stopcock. Plunger strokes were made as quickly as possible. In general, all of the mixing (from first 
pass to last) was accomplished within 1 minute. After mixing was completed and the entire volume of mixture was 
contained in one syringe, the empty mixing syringe was removed and replaced with a clean 1-cc syringe. The DSG- 
PEG - collagen mixture was loaded by compression into the clean 1-cc syringe, which was then capped and placed in 
a 37°C incubator to crosslink overnight, forming a gel. 

The tip end of the 1 -cc syringe was cut off and the plunger used to gently eject the cylindrical gel from the syringe. 
The gel was subsequaitly sectioned into 4-mm thick disks for mechanical strength testing. Samples were compressed 
to failure in the Instron Universal Tester. Model 4202, at a constant rate of 2 millimeters per minute. Results of compres- 
sion testing are presented in Table 2. Sample position is listed starting from the tip to the plunge end of the syringe. 
Samples that had air bubbles or that were too thick are not included in the results. 



Table 2 



Compression Testing of Collagen - DSG-PEG Gels 


Sam- 
ple 

Posi- 
tion 


Force to Failure (in Newtons) 




Sample Code 




1:1 L20 


1:1 L40 


1:3 L20 


1:3 
P20 


1:3 L40 


1 :3 P40 


3:3 L20 


3:3 P20 


3:3 L40 


3:3 P40 


Tip 


7.6 


5.5 


13.9 


12.3 


9.8 


8.3 


13.5 


8.5 


11.6 


12.5 


Tip+ 1 


5.6 


7.8 


16.1 


8.3 


7.9 


8.0 


14.6 


12.4 


9.3 


14.5 


Tip -1-2 


n/a 


10.5 


12.1 


8.4 


11.1 


8.2 


10.3 


10.7 


11.6 


10.8 


Tip + 3 


6.1 


11.6 


9.2 


9.2 


9.1 


8-0 


11.4 


10.8 


10.9 


10.8 


Tip + 4 


9.0 


9.8 


5.0 


n/a 


9.8 


9.2 


12.3 


11.9 


n/a 


9.0 


Tip + 5 


7.1 


10.3 


8.6 


9.8 


9.1 


10.4 


n/a 


n/a 


8.4 


n/a 


Tip + 6 


n/a 


10.8 


8.7 


7.9 


8.4 


10.4 


n/a 


n/a 


7.7 


n/a 


Tip + 7 


n/a 


n/a 


5.5 


n/a 


n/a 


9.2 


n/a 


n/a 


n/a 


n/a 


Plunger 


11.4 


10.1 


3.3 


9.7 


10.6 


8.2 


12.5 


n/a 


11.7 


n/a 


N = 


6 


8 


9 


7 


8 


9 


6 


5 


7 


5 


Mean 


7.8 


9.6 


9.2 


9.4 


9.5 


8.9 


12.4 


10.9 


10.2 


11.5 


Range* 


5.8 


6.1 


12.8 


4.4 


3.2 


2.4 


4.3 


3.9 


3.3 


5.5 



* Range = highest value mime lowest value. 



Failure force measurements are heavily influenced by the presence of physical defects in the gel samples. The 
purpose of applying this type of measurement was to detect defects resulting from poor mixing of collagen and 
crosslinker. Mixing defects consist of regions of low crosslinker concentration, as well as the creation of stress planes 
by deforming the gel as network formation was occurring, essentially acting to fragment the gel. It is inportant to form 
strong, uniformly crosslinked gels because, when inplanted in vivo, weaker gels tend to be displaced and deformed 
more over time by pressures exerted by the sunrounding tissue than would strong gels. 

Variability in gel strength measurements was examined by preparing four gels identical to sanple 3:3P40. The gels 
were allowed to cure for 6 hours at 37*C and then were sectioned into 4-mm thick disks for mechanical testing. Results 
of mechanical compression testing are presented in Figure 1. The results show that, with the exception of one meas- 
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Newtons (/.e.. a range of about 4 Newtons). There is insignificant \^riability in gel strength from the tip of the syringe to 
the plunger end. This material may therefore be conciided to have good mixing. 

Based on the results of our experiments, two interpretation guidelines can be drawn: 1) disks with gel strengths of 
approximately 6 Newtons or less (representing nrrare than two times the scatter that could be expected from preparation 
variability) can be considered weak; weak gels are indicative of areas of low local crosslinker concentration resulting 
from poor mixing; 2) trerxls in disk strength or variatiorre in disk strength beyond the expected 2 Newton scatter suggest 
poor mixing of the collagen and crosslinker. 

Based on the above interpretation guidelines, the gels prepared by mixing between 1-cc syringes displayed trends 
(sample 1 : 1 L40) or variability (1 :1 L20) strongly suggestive of poor mixing. There are several sections within these two 
gels (especially for sample 1:1 L20) that are very weak. Gels mixed for 40 passes showed significant improvement in 
mechanical properties as compared to the gels mixed for only 20 passes. 

Mixing between 1- and 3-cc syringes using DSG-PEG in aqueous solution shows a similar improvement as the 
number of passes are increased. The gels mixed for 20 passes clearly show a trend in strength according to gel position 
and there are weak sections in the gel, indicating insufficient mixing. Forty passes appears to give reasonable mixing 
and uniform strength in a range indicative of reasonable crosslink densities. 

Mixing between 1- and 3-cc syringes using DSG-PEG powder appears to give adequate mixing. However, the 
strengths of several of the disks are on the low end (approximately 8 Newtons) of the expected variability range. 

Mixing between 3-cc syringes, with either aqueous or powder forms of DSG-PEG, gave uniformly strong gel sections 
within the variability range. There appears to be one weak spot in sanple 3:3L40; given the average higher strength of 
3:3L20, which had less mixing time, this is likely a result of stress plane generation resulting from continued mixing of 
the sample after gel formation had been initiated. 

Example 2 

(Preparation of a Sterile, Dry Crosslinking Agent: Lyophilization of Difunctionally Activated SG-PEG) 

Fifteen hundred (1500) milligrams of difunctionally activated SG-PEG (DSG-PEG. 3800 MW) was mixed with 150 
milliliters of water-for-injection (WFI. pH 4.5). resulting in a final DSG-PEG concentration of approximately 10 mg/ml. 
The DSG-PEG solution was then sterile-filtered through a Durapore filter having a pore size of 0.22 microns (Millipore 
Ck)rporation, Bedford, MA). 0.5 milliliter of DSG-PEG solution was aliquotted into each of 180 3-cc syringes. Each syringe 
was then fitted with a sterile barrier cap comprising a 0.2 micron hydrophobic polytetraf luoroelhylene membrane (Part 
No. 1 87-1 320, Nalgene Company Rochester, NY). The syringes were placed in racks and lyophilized using the following 
lyophilization cycle in the lyophilizer (Model 15 SRC-X, Virtis Conpany Gardiner, NY). 





Set Point 


Rannp Time 


Soak Time 


Vacuum 


Segment 1 


-40*C 


1.0 hr 


5.0 hr 


OFF 


Segment 2 


-50''C 


3.0 hr 


3.0 hr 


ON 


Segment 3 


+20*^0 


2.0 hr 


12-0 hr 


ON 



Example 3 

(HPLC Analysis of Lyophilized DSG-PEG) 

The following experiment was performed to measure the activity of lyophilized DSG-PEG to determine if lyophilization 
had resulted in an unacceptable loss of activity of the DSG-PEG: 

The contents of syringes prepared according to the procedure described in Example 2 were analyzed by HPLC 
for DSG-PEG content and conrtpared to an aqueous control samprfe of DSG-PEG which had been solubilized and sterile- 
filtered. Lyophilized samples were analyzed for DSG-PEG content immediately after lyophilization and again after 2- 
week storage with a desiccant at room tenperature. The aqueous control sample of DSG-PEG was analyzed approxi- 
mately 2 hours after solubilization. HPLC analysis of DSG-PEG samples was performed using an isocratic elution. 
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Conditions of HPLC analysis were as follows: 




Ul 1 II 


Watpr<; IJItrahvdronpl 250 




PSO Ann^trom^ 
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Column Size: 


7.8 mm x 30 cm 


Exclusion Limit: 


8 X 10^ daltons 


Injection Volume: 


20 Rl 


Mobile Phase: 


5 mM Sodium Acetate buffer. pH = 5.5 at 21 


Flow Rate: 


0.5 ml/min 


Pressure: 


0.8 mPa 


Detector: 


Dual Detector System. Refractive Index & UV at 260 nm 



An external standard calibration curve was obtained using PEG solutions of various concentrations. The stock solu- 
tion was prepared by dissolving 1 0.0 mg of difunctionaily activated SG-PEG in 1 ,000 ml of deionized water. The solution 
was sequentially diluted to 5.00. 2.50. 1 .25, 0.625. and 0.3125 mg/ml and analyzed by HPLC. integrating the peak at a 
retention time of 16 minutes, the peak area was plotted against each concentration of DSG-PEG standard. 

The aqueous control sample of DSG-PEG showed 76.3% retention of dif unctionality. as compared to 74. 1 % for the 
sample tested immediately following lyophilization. and 73.9% (average of two samples) for samples tested after 2-week 
storage with desiccarrt at room temperature. Difunctionality is a measure of the potential ability of a substance to crosslink 
two or more molecules of collagen and/or other biocompatible polymer (/.e.. "monofunctionar polymer molecules are 
not capable of performing crosslinking because they contain only one functional group and are therefore capable of 
reacting with only one molecule of biocompatible polymer.) 

Example 4 

(Stability of Previously Frozen SG-PEG Solutions) 

The following experiment was performed to determine if solutions of difunctionaily activated SG-PEG in water-for- 
injection would retain their activity when frozen for periods of time as long as 3 weeks in order to determine if DSG-PEG 
solutions could be pre-frozen. then lyophilized in large batches. 

A solution having a concentration of 10 milligrams of DSG-PEG per milliliter of WFI (pH 4.5) was prepared. The 
DSG-PEG solution was alquotted. 1 ml each, into Eppendorf tubes. A control sample was removed for HPLC analysis. 
The remainder of the samples were placed in a freezer at -20*C. Samples were removed from the freezer at various 
time intervals, allowed to thaw at room temperature for 1 0 minutes, then analyzed for DSG-PEG content by HPLC accord- 
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ing to the procedure detailed in Example 3. Results of HPLC analysis are presented in Table 3. 

Tables 



HPLC Analysis of Previously Frozen DSG-PEG in WFI 


TifTlO 
1 11 1 IXS 


% DSG-PEG 


0 (Ck)ntrol) 


86.3 


2 hours 


84.6 


1 day 


82.7 


2 days 


82.4 


3 days 


80J 


6 days 


83.5 


8 days 


82.2 


22 days 


78.6 



Results show that DSG-PEG in WFI retains at least 90% of its original activity upon freezing for up to 22 days at -20**C- 
Exgmple 5 

(Preparation of a Dry Crosslinking Agent: Pelletization of DSG-PEG) 

Difunctionally activated SG-PEG (DSG-PEG. 3800 MW) was pelleted with glucose, unactivated polyethylene glycol 
(PEG), and/or sodium chloride. The dry reagents were mixed using a mortar and pestle, then loaded into a compression 
nrold to form pellets. The following four formulations were prepared: 

Formulation 1 : 7.5 mg DSG-PEG. 30.0 mg glucose. 7.5 mg PEG (DSG-PEG / Glucose / PEG) 

Formulation 2: 7.5 mg DSG-PEG, 37.5 mg glucose (DSG-PEG / Glucose) 

Formulation 3: 7.5 mg DSG-PEG, 75.0 mg NaCI (DSG-PEG / NaCI) 

Formulation 4: 7.5 mg DSG-PEG. 30.0 mg NaCI, 7.5 mg PEG (DSG-PEG / NaCI / PEG) 

Each of the four pellets was placed in the barrel of a 3.0-cc syringe and mixed with 1 .5 cc of Zyderm® I Collagen 
(35 mg/ml collagen concentration, available from Collagen Corporation, Palo Alto. CA) in a 3.0-cc syringe. The pellets 
quickly sdubilized when contacted with the collagen. Tlie collagen and pellets were mixed for 2 minutes using syringe- 
to-syringe mixing, as previously described. All of the material for each formulation was transferred into one syringe, then 
allowed to crosslink within the syringe for 3 hours. Each of the four formulations had a molar ratio of approximately 12 
vno\es of DSG-PEG per mole of collagen. 

Example 6 

(Gel Strength Testing of Collagen Crosslinked with Pelletized DSG-PEG) 

TTie four cylindrical gels of PEG-crosslinked collagen prepared in Example 5 were pushed out of their respective 
syringes, then sliced into disks having a thid<ness of 5 mm each. Gel strength of each of the PEG-collagen disks was 
measured by compr^ng the disks to failure using the Instron Model 4202 Universal Testing Instrument with 1 00 Newton 
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Static Load Cell. Gel strength for each of the four formulations is presented in Table 4. 



Table 4 



Gel Strength Measurements for PEG-Collagen Formulations 


Crosslinking Agent 
Composition: 


Gel Strength (in Newtons) 




DSG-PEG/ 
Glucose / PEG 


DSG-PEG / Glucose 


DSG-PEG /NaCI 


DSG-PEG /NaCI /PEG 


Sample 1 


39.4 


28.3 


34.6 


32.7 


Sample 2 


24.9 


29.1 


38.0 


30.1 


Samples 


27.0 


25.0 


39.4 


37.9 


Sample 4 


35.7 


27.1 


n/a 


39.7 


Average 


31.8 


27.4 


37.3 


35.1 



All four gels showed good gel strength, particularly the gets containing sodium chloride, which may be due to partial 
disassembly of the collagen fibers by sodium chloride resulting in more sites being available on the collagen for crosslink- 
ing with difuncllonally activated SG-PEG. As non-crosslinking collagen has no gel strength (/*e.. gel strength = 0 New- 
tons), the data presented in Table 1 indicate that crosslinking has occurred between collagen and DSG-PEG using dry 
DSG-PEG, with or without glucose or sodium chloride. 

Factors such as pH, which may vary in vivo depending on the site of injection, may affect the rate of the crosslinking 
reaction between the collagen and the crosslinking agent, as well as the gel strength of the resulting crosslinked collagen 
implant. 

Example 7 

(Method of Preparing and Administering Crosslinked Collagen Compositions for Soft Tissue Augmentation) 

A physician opens a kit containing the following components: one 3-cc syringe containing 1 ml of Zyderm® I Col- 
lagen; one 3-cc syringe containing 10 mg of sterile, dry. difunctionally activated SG-PEG (DSG-PEG, MW 3800); one 
empty 1-cc syringe; one three-way stopcock; and several 30-gauge needles. The physician connects the syringe con- 
taining the Zyderm Collagen with the syringe containing the dry DSG-PEG by means of the three-way stopcock. She 
then mixes the collagen and DSG-PEG back and forth between the syringes, employing 40 passes of material between 
the syringes. She then transfers all of the material into one of the 3-cc syringes, detaches the empty 3-cc syringe from 
the stopcocK attaches the empty 1-cc syringe to the 3-cc syringe containing the collagen and DSG-PEG by means of 
the stopcock, then transfers the entire contents of the 3-cc syringe into the formerly empty 1 -cc syringe. She then attaches 
one of the 30-gauge needles to the full 1-cc syringe. 

After attaching the needle to the syringe, the physician injects the collagen and DSG-PEG (which have since initiated 
crosslinking) subcutaneously, i^ng multiple serial punctures, to soft tissue sites in need of augmentation, such as acne 
scars and wrinkles. Treatment of the patient is completed within 20 minutes of mixing the collagen and the DSG-PEG. 

Example 8 

(Preparation of a Sterile, Dry Crosslinking Agent: Pelletization of DSG-PEG Followed By E-Beam irradiation) 

Dry, difunctionally activated SG-PEG (DSG-PEG. 3800 MW) was heated inside a glass syringe for the purpose of 
facilitating extrusion of the material from the syringe. The DSG-PEG was extruded in string form onto a stainless steel 
plate, then the string was cut into pieces. The pieces were weighed and pieces having a weight of 2.5 ± 0.5 mg were 
selected for further testing. 

The cut pieces were placed inside 3-cc syringes, one piece per syringe. The syringes were placed into a stopper 
placement unit, then purged with nitrogen and sealed under vacuum. The sealed syringes were placed into foil pouches 
and the pouches vacuum sealed. The sealed pouches containing the syringes ccarrtaining the dry DSG-PEG were e- 
beam irradiated at 2.5 Mrad and stored in a controlled environment at approximately 4''C. 

Sanrples from this lot were tested for sterility and endotoxin arKJ p>assed tjoth tests. The endotoxin r^ult was less 
than n Fi Pii/ml Thft nrnriiir* was niit on Rt^^hilHv and rpt;4inpd p n^l <;*rpnnth nf nvpr PI Npwtrtn<; pftpr 6 nrmnthR I Infnr- 
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tunately, ttie product exhibited a loss of difunctional purity during the 6 months, which may be due to heating the material 
prior to extrusion from the syringe, exposure to moisture during processing, and/or omission of desiccant in the foil pouch. 

The method used to establish the feasibility of using e-beam to sterilize product in 3-cc syringes is based on the 
AAMrs "Guideline for E-beam Radiation Sterilization of Medical Devices'* (Association for the Advancement of Medical 
Instrumentation. 1991). A known quantity of spores of B.pumilis were dispersed in glucose powder and filled into 3-cc 
syringes. The filled syringes were irradiated i^ing e-l^eam at approximately 2.5 Mrad and the contents tested for sterility. 
A sterility assurance level of 1 x 10"3 was achieved. The samples processed by the method described atx>ve passed 
sterility tests to achieve a sterility assurance level (SAL) of 1 x 10"6. 

ExgmplQ 9 

(A Comparison of the Effects of Gamma and E-Beam Irradiation on Difunctional Activity of DSG-PEG) 

We evaluated the effects of two methods of sterilization - gamma and e-beam irradiation - on difunctional activity of 
DSG-PEG. Difunctional ly activated SG-PEG was irradiated using varying doses of either gamma or e-beam in-adiation. 
The in-adiated SG-PEG was analyzed for difunctional purity by HPLC according to the method described in Example 3, 
above. Results are presented In Table 5. below. 



Table 5 



Sterilization of Difunctionally Activated SG-PEG Using Gamma or E-beam Irradiation 


Radiation Dosage (Mrad) 


% Difunctional Purity as Measured by HPLC 




Gamma Irradiation 


E-beam Irradiation 


Control 


79.8 


88.6 


0.5 


80.5 




1.0 


75.6 




1.5 


75.9 




2-0 




85.1 


2.5 


0 


87.1 



The data Indicate that the DSG-PEG could be irradiated using gamma in-adiation at low dosages, but there was a 
significant loss of difunctionality at gamma irradiation dosages greater than about 1 .5 Mrad. 

Additional experimentation demonstrated that DSG-PEG experienced no significant loss of difunctional activity at 
e-beam irradiation levels as high as 4.0 Mrad. E-beam irradiation was tiierefore chosen as tiie preferred metiiod of 
sterilization. 

Example 10 

(Preparation of a Sterile. Dry Crosslinking Agent: Pelletization of DSG-PEG Followed By E-Beam Irradiation) 

An alternative method for preparing tiie sterile packaged DSG-PEG was conducted: Dry DSG-PEG was compressed 
and formoJ into pellets having a weight of 2.5 ± 0.5 mg. The pellets were placed, one pellet p^ syringe, into 3-cc plastic 
syringes. The filled syringes were placed into a stopper placement unit The syringes were sealed under vacuum, then 
placed inside foil pouches containing desiccant and vacuum-sealed. 

The sealed pouches were tiien e-beam sterilized at 1 .5 Mrad and stored in a controlled environment at approximately 
4**C for over 4 months. Samples were evaluated for difunctional activity using tiie HPLC method described in Example 
3. above, and compared to a non-irradiated control. The confrol sample exhibited 91%difunctional activity. Thepackaged. 
in^adiated samples kept in storage at 4**C exhibited greater than 88% difunctional activity. It can be concluded that the 
packaging and terminal sterilization process desaibed above is capable of producing a sterile, crosslinking agent with 
no significant loss of activity. 
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Claims 

I . A process of preparing a aosslinked biomateria) composition comprising: 

providing a means for delivenng a biocompatible polymer and a means for delivering a sterile, dry aosslinking agent; 
5 adequately mixing the bioconrtpatible polymer and the aosslinking agent to initiate crosslinking between the bio- 
compatible polymer and the crosslinking agent; 

delivering the biocompatible polymer and the aosslinking agent to a destination selected from the following: a moid, 
a surface of a synthetic implant, and a tissue site in need of augmentation. 

10 2. The process of claim 1. wherein the t>iocompatible polymer is selected from tiie group consisting of collagen, a 
collagen derivative, a glycosaminoglycan, a glycosaminoglycan derivative, and mixtures tiiereof. 

3. The process of claim 2. wherein the glycosaminoglycan is selected from the group consisting of: hyaluronic acid, 
chorxjroitin sulfate A, chondroitin sulfate C. dermatan sulfate, keratan sulfate, keratosulfate, chitin. chitosan, heparin, 

15 and mixtures thereof. 

4. The process of claim 1 , wherein the means for delivering tiie biocompatible polymer and tiie means for delivering 
the sterile, dry crosslinking agents are syringes. 

20 5. A process of augmenting tissue comprising: 

providing a first syringe containing collagen and a second syringe containing a sterile, dry. synthetic hydrophilic 
polymer capable of reacting witii collagen to provide crosslinking; 

adequately mixing the collagen and the syntiietic hydrophilic polymer to initiate aosslinking between the collagen 
and the synthetic polymer; 
25 injecting the collagen and tfie syntiietic polymer to a tissue site in need of augmentation. 

6- The process of daim 2 or 5. wherein tiie collagen is atelopeptide fibrillar collagen. 

7. The process of daim 4 or 5. wherein at least one of the syringes has a contraction ratio of about 4.0 or greater. 

30 

8. The process of daim 7, wherein at least one of tiie syringes has a barrel volume of approximately 3 cm3. 

9. The process of claim 4 or 5. wherein the contents of the first syringe and tiie contents of the second syringe are 
mixed using syringe-to-syringe mixing using at least 20 passes of material between the syringes. 

35 

10. The process of daim 4 or 5, wherein the biocompatible polymer and crosslinking agent are injected to a tissue site 
in need of augmentation through a 25-gauge or smaller needle. 

II. The process of daim 10. wherein the biocompatible polymer and aosslinking agent are injected to tiie tissue site 
40 through a 27-gauge or smaller needle. 

12. The process of daim 11. wherein the biocompatible polymer and aosslinking agent are injected to the tissue site " 
through a 30-gauge needle. 

45 13. The process of any one of tiie preceding claims, wherein the tissue site Is a soft tissue site. 

14. The process of any one of the preceding claims, wherein the tissue site is a hard tissue site. 

15. A process for preparing a sterile, dry aosslinking agent contained within a syringe comprising the steps of: 
50 dissolving a dry crosslinking agent in a fluid carrier to produce a aosslinker solution; 

sterile-filtering the aosslinker solution to produce a sterile crosslinker solution; 

dispensing the sterile crosslinker solution into a syringe; and 

lyophiiizing the sterile crosslinker solution within the syringe under aseptic conditions. 

55 1 6. A process for preparing a sterile, dry aosslinking agent contained within a syringe conprising the steps of: 
dissolving a dry crosslinking agent in a fluid carrier to produce a crosslinker solution; 
dispensing the crosslinker solution into a syringe; 

lyophiiizing the aosslinker solution within the syringe to produce a dry crosslinking agent; and 

<;tpnli7inn thp rirv rrrw^linkinn pnprrt within thp Rvrinnp ii<unn irrprfiatinn 
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17. A process for preparing a sterile, dry crosslinking agent contained within a syringe comprising the steps of: 
dissolving a dry crosslinking agent in a nonaqueous carrier to produce a crosslinker solution: 
sterile-filtering the aosslinker solution to produce a sterile crosslinker solution; 

dispensing the sterile crosslinker solution into a syringe; and 

drying the sterile crosslinker solution within the syringe by es^poraticwi under aseptic conditions. 

18. A process for preparing a sterile, dry crosslinking agent contained within a syringe comprising the steps of: 
dissolving a dry crosslinking agent in a nonaqueous carrier to produce a crosslinker solution; 
dispensing the crosslinker solution into a syringe; 

drying the sterile crosslinker solution within the syringe by ©aporation to produce a dry crosslinking agent; and 
sterilizing the dry crosslinking agent within the syringe using irradiation. 

19. A process for preparing a sterile, dry crosslinking agent contained within a syringe comprising dispensing a dry 
crosslinking agent into a syringe and sterilizing the dry crosslinking agent within the syringe using irradiation. 

20. The process of claim 19. wherein the dry crosslinking agent is compressed into a mold prior to being dispensed 
into the syringe. 

21 . The process of claim 19. wherein the dry crosslinking agent is mixed with a dry inert agent prior to being dispensed 
Into the syringe. 

22. The process of claim 21 . wherein the dry crosslinking agent is mixed with a dry inert agent, then compressed into 
a mold prior to being dispensed into the syringe. 

23. The process of claim 21 , wherein the dry inert agent is selected from the group consisting of polyethylene glycol, a 
sugar, a salt, a carbohydrate, and mixtures thereof. 

24. The process of claim 23. wherein the dry inert agent is glucose or sodium chloride. 

25. A process for preparing a sterile, dry crosslinking agent comprising molding a dry crosslinking agent to form a pellet 
and sterilizing the pellet using e-beam irradiation. 

26. The process of any one of clainre 1 to 4 and 1 5 to 25, wherein the crosslinking agent is a synthetic hydrophilic polymer. 

27. The method of any one of claims 5 to 1 4 and 26, wherein the synthetic hydrophilic polymer is a functionally activated 
polyethylene glycol. 

28. The method of claim 27, wherein the functionally activated polyethylene glycol is a dif unctionally activated polyeth- 
ylene glycol. 

29. The process of daim 15 or 16, wherein the fluid carrier is an aqueous carrier. 

30. The process of claim 29, wherein the aqueous carrier has a pH within the range of between about 3.0 and about 5.0. 

31. The process of daim 15 or 16. wherein the fluid canrier is a nonaqueous carrier. 

32. The process of daim 17 or 18. wherein the nonaqueous carrier is ethand. 

33- The process of claim 15 or 17, wherein sterile filtration is performed using a fitter having pores with a diameter of 
approximately 0.22 microns or smaller. 

34. The process of daim 1 6. 1 8 or 1 9, wherein the in-adiatlon is selected from e-beam irradiation and gamma irradiations. 

35. The process of claim 1 7 or 18. wherein drying by evaporation is performed under vacuum at a tenperature within 
the range of about 10 **C to about 20 ''C. 

36. The process of daim 25, wherein the pellet is dispensed into a syringe prior to irradiation. 

^7- Thp nrnr:p<L<; of H;^im P.S whArpin thp mrii^iiinn rinRAnp is wHhin thp rannp nf ahnirt 0 S Mr«H tn flhniit d Mr»H 
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38. The process of daim 36. wherein the e-beam irradiation is within the range of about 1 .5 Mrad to about 2.5 Mrad. 

39. An article of nnanufacture conrprising a syringe containing a sterile, dry aosslinking agent prepared according to 
the process of any one of clainrts 15 to 19. 
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(54) Method of preparing cross-linked biomateriai compositions for use in tissue augmentation 



(57) The present invention discloses a novel method 
for preparing crosslinked biomateriai compositions for 
use in the augmentation of soft or hard tissue. In general, 
the method conrprises mixing a biocompatible polymer, 
which is preferably collagen, with a sterile, dry crosslink- 
ing agent, which is preferably a synthetic hydrophilic pol- 
ymer such as a functionally activated polyethylene 
glycol. Also provided are preferred processes for prepar- 



ing sterile, dry crossiinking agents contained within 
syringes for use in the method of the invention. Methods 
for sterilization of the crossiinking agent include, txit are 
not limited to. sterile filtration, aseptic processing, and e- 
beam or gamma in'adiation. Methods for providing aug- 
mentation of soft or hard tissue using crosslinked bioma- 
teriai connpositions prepared according to the method of 
the invention are also disclosed. 
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